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AB - J50042004 Leather substitutes with good softness and flexibility 
contained porous urethane rubber surface layer with thickness <=0.4 
mm. and bulk d. 0.2-0.45 and fibre layer of microfibrils, contg. 
porous rubber binders. In an example, composite fibre was spun from 
nylon 6 (island component) andpolyethylene in 1:1 ratio, drawn, 
crimped, and formed into a needle-punched nonwoven sheet. This was 
impregnated with a 25% soln. of polyurethane with polyethylene 
adipate) soft segment in DMF contg. pore regulator, immersed in 40% 
aq. DMF to gel the impregnant, and treated with hot toluene to ext. 
polyethylene to give porous substrate. The substrate was buffed, 
coated to 80 g/m2 with a 15% soln. of 85:15 poly(caprolactone)dipheny 
Imethane diisocyanateethylene glycol elastomer-polyethylene 
glycol-diphenylmethane diisocyanate-ethylene glycol elastomer in DMF 
contg. pore and gelation regulators, and gelled in aq. DMF to give 
leather substitute. 

IW - LEATHER SUBSTITUTE SOFT FLEXIBLE POROUS URETHANE RUBBER SURFACE LAYER 
CONTAIN POROUS RUBBER BIND 
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NC - 001 
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Tl - Leather substitutes with good softness and flexibility - have porous 
urethane rubber surface and layer of microfibrils contg. porous rubber 
binders 


